CASTING IN PLASTER
I SHALL limit myself here to the description of the method generally employed for the casting of a bust, a figure, and a high relief. Though by no method can one hope to arrive at perfection in work, which is purely a matter of practice, I hope, nevertheless, that these notes will prove useful. I have tried to omit nothing, for it is only by the greatest care given to details that it is possible to obtain a good cast.
I.  The casting of a bust.
Division of the W.-The method is the same whether the bust be life-size or in any other proportion. The modelling of the bust completed, it has to be framed in a band 01 day \\ inches wide and about { inch thick (Fig. 149).
This band of clay is prepared as follows. Make a roll of clay i inch thick and at least one foot long according to the size of the bust Put the roll of clay on a straight and smooth board, beat it with the hand until it is absolutely flat and about \ inch thick. Pass rhen a large knife on the